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Description 
Field 

s This application relates to catalyst compositions for manufacture of polyolefins, and more particularly; to spray 
dried, filled metallocene catalyst compositions. 

10 Manufacture of polyolefins by monomer polymerization in a catalyzed gas phase process generally employs solid 
catalyst particles having defined morphology. Catalyst particle morphology in turn determines the morphology of the 
polymer particles as they grow around the catalyst particles. 

Silica and other inert, inorganic materials have been used as supports for polyolef in catalysts, and have been used 
extensively for immobilizing metallocene-methylalumoxane catalysts. However, there are drawbacks to such simple, 

is supported catalysts in that a) they are sometimes less active than the corresponding unsupported materials, and b) 
large particles (>25 micrometers) of silica may remain in the finished polymer, where they may lower the polymer clarity 
and degrade the appearance rating of films made from the polymer. 

One approach to avoiding the difficulties of supported metallocene catalysts is shown in U.S. Patent 4,923,833, 
which discloses a spray dried metallocene catalyst composition containing no support material. In this patent prepo- 

20 lymerization of olefin polymer around the spray dried catalyst composition particles is employed to achieve morphology 
control in the polymer product This, however, brings disadvantages in time, effort and cost. 

Metal locene/aluminoxane catalyst compositions containing no support material suffer from an additional drawback 
when using the solution-injection method of introducing such catalysts into the gas phase employed in olefin polymeri- 
zation. Careful control of the catalyst flow rate, gas velocities and other reaction parameters is required or the morphol- 

25 ogy of the polyolef in particles produced becomes unstable. This may be manifested in the appearance of unacceptably 
large quantities of fines or agglomerates, sheeting, or fouling of the reactor. Such instability can lead to premature ter- 
mination of reactor operation. 

Accordingly, it would be desirable to have solid, metallocene catalyst compositions of good integrity and uniform 
morphology, and which do not result in large, residual silica particles in the product, yet whose activity is acceptable. 

30 Such catalyst compositions are the subject of this application. 

SMffim?ry 

It has now been found that spray dried metallocene-containing catalyst compositions that contain inert filler have 
35 good activity as well as good particle integrity and morphology. These catalyst compositions produce polymer particles 
having desirable sphericity and narrow particle size distributions. 

This invention provides a spray dried catalyst composition comprising solid particles, each particle comprising a 
mixture of: 

40 a) a metallocene catalyst comprising an organometallic compound containing a metal atom of Group NIB to VIII or 
the Lanthanide series of the Periodic Table; 

b) a cocatalyst capable of activating the metallocene catalyst; and 

c) particulate filler material having an average particle size of 0.001 to 0.1 micrometers that is unreactive with the 
metallocene catalyst and the cocatalyst, wherein the average particle size of the catalyst composition is 5 to 500 

45 micrometers. 

The invention further provides a method of preparing a spray dried catalyst composition, comprising: 

forming a suspension comprising: a) a metallocene catalyst comprising an organometallic compound containing a 
so metal atom of Group IIIB to VIII or the Lanthanide series of the Periodic Table; b) a cocatalyst capable of activating 
the metallocene catalyst; and c) particulate f flier material having an average particle size of 0.001 to 0.1 microme- 
ters that is unreactive with the metallocene catalyst and the cocatalyst, in a diluent; and 
spray drying the suspension to obtain the catalyst composition having an average particle size of 5 to 500 microm- 
eters. 

55 

The invention further provides a process of producing ethylene homopolymers or copolymers, comprising the steps 

of: 
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contacting ethylene and optionally a higher alpha-olefin monomer under polymerization conditions with a spray 
dried catalyst composition comprising solid particles, each particle comprising a mixture of: a} a metallocene cata- 
lyst; b) a cocatalyst capable of activating said metallocene catalyst; and c) a particulate filler material having an 
average particle size of 0.001-0.1 micrometers that is unreactive with the metallocene catalyst and the cocatalyst, 
5 wherein the average particle size of the catalyst composition is 5 to 500 micrometers. 

Description of thp Drawing 

Figure 1 is a schematic of a spray drying apparatus for making the spray dried, filled catalyst composition. 

10 

Detailed Description 

The catalyst composition comprises at least one metallocene catalyst, at least one cocatalyst, and particulate filler 
material having an average particle size of 0.001 to 0.1 micrometers. The particulate filler material is unreactive with 
is both the metallocene catalyst and the cocatalyst. 

The metallocene catalyst is an organometallic coordination complex containing at least one n-bonded moiety in 
association with a metal atom from Groups NIB to VIII, or the Lanthanide series of the Periodic Tabla Particularly desir- 
able are metallocene catalysts containing metals from Group IVB or VB of the Periodic Table, such as titanium, zirco- 
nium, hafnium and vanadium. Especially preferred are metallocene catalysts containing zirconium. 
20 One useful class of metallocene catalysts are organometallic compounds containing at least one cyclopentadienyl 
group bonded to a Group IIIB to VIII metal, such as mono, di-, and tricyclopentadienyts and their derivatives of these 
transition metals. 

A preferred metallocene catalyst containing at least one cyclopentadienyl group bonded to a Group IIIB to VIII 
metal has the formula: 

25 

(CsfWyR'xCCsRrJMY^I) (1) 

wherein M is a metal from Groups IIIB to VIII of the Periodic Table; (C5RJ and (C5RJ are independently cyclopentadi- 
enyl or substituted cyclopentadienyl groups bonded to M; each R is independently hydrogen or a hydrocarbyl radical 

30 such as alkyt, alkenyl, aryl, alkylaryl, or arylalkyl radical containing from 1 to 20 carbon atoms, or two carbon atoms are 
joined together to form a C 4 -C 6 ring; each FT is a C 1 -C 4 substituted or unsubstituted alkylene radical, a dialkyl or diaryl 
germanium or silicon, or an alkyl or aryl phosphine or amine radical bridging two (C 5 Rn) and {C 5 R^ rings; each Y is 
independently a hydrocarbyl radical such as aryl, alkyl, alkenyl, alkylaryl, or arylalkyl radical having from 1-20 carbon 
atoms, hydrocarboxy radical having from 1-20 carbon atoms, or halogen; n and m are each 0, 1, 2, 3, or 4; z is 0 or 1, 

35 and z is 0 when y is 0; y is 0, 1 , or 2; x is 1 , 2, 3, or 4 depending upon the valence state of M; and x-y £ 1 . 

Illustrative but non-limiting examples of metallocene catalysts of formula 1 are dialkyl metallocenes such as 
bis(cyctopentadienyl )titanium dimethyl, bis(cyclopentadienyl)titanium diphenyl, bis(cyclopentadienyl)zirconium dime- 
thyl, bis(cyclopentadienyl)zirconium diphenyl, bis(cydopentadienyQhafnium dimethyl and diphenyl, bis(cydoperrtadi- 
enyQtitanium di-neopentyl, bis(cycloperrtadienyQziroonium di-neopentyl, bis(cyclopentadienyf)titanium dibenzyl, 

40 bis(cyclopentadienyl)zirconium dibenzyl, bis(cydopentadienyl)vanadium dimethyl; the mono alkyl metallocenes such 
as bis(cyclopentadienyl)titanium methyl chloride, bis(cydopentadienyl)tHanium ethyl chloride, bis(cyclopentadieny!)tita- 
nium phenyl chloride, bis(cyclopentadienyl)zirconium methyl chloride, bis(cyclopentadienyl)zirconium ethyl chloride, 
bis(cydopentadienyi)zirconium phenyl chloride, bis(cydopentadienyl)titanium methyl bromide; the trialkyl metallocenes 
such as cyclopentadienyl titanium trimethyl, cyclopentadienyl zirconium triphenyl, and cyclopentadienyl zirconium trin- 

45 eoperrtyl, cyclopentadienyl zirconium trimethyl, cyclopentadienyl hafnium triphenyl, cydopentadienyl hafnium trineo- 
pentyl, and cyclopentadienyl hafnium trimethyl; monocydopentadienyls titanocenes such as, 
pentamethylcydopentadienyl titanium trichloride, pentaethylcydopentadienyl titanium trichloride; bis(pentamethylcy- 
clopentadienyl) titanium diphenyl, the carbene represented by the formula bis(cydopentadienyf)titanium=CH2 and 
derivatives of this reagent; substituted bis(cyclopentadienyl)titanium (IV) compounds such as: bis(indenyl)titanium 

so diphenyl or dichloride, bis(methylcyclopentadienyOtitanium diphenyl or dihalides; dialkyl, trialkyl, tetra-alkyl and penta- 
alkyl cyclopentadienyl titanium compounds such as bis(1,2-dimethylcyclopentadienyf)titanium diphenyl or dichloride, 
bis(1,2<iiethylcyclopentadienyl)titanium diphenyl or dichloride; silicon, phosphine, amine or carbon bridged metal- 
locene compounds such as isopropylidene(cyclopentadienyl)(fluorenyl)zirconium dichloride, isopropylidene(cydopen- 
tadienyl) (octahydrcrfluorenyl)zirconium dichloride, diphenylmethylene(cyclopentadienyl) (f luorenyl) zirconium 

55 dichloride, diisopropylmethylene (cydop ntadienyi)(flu renyl)zirconium dichloride, diisobutylmethylene(cydopentadi- 
enyl)(f luorenyl) zirconium dichloride, ditertbutylmethylene (cycloperttadienyl)(f luorenyl)zirconium dichloride, cydohexy- 
lidene(cydopentadienyf)(f luorenyl) zirconium dichloride, diisopropylmethylene (2,5- 

dimethylcyclopentadienyl)(fluorenyl)zirconium dichloride, isopropylidene(cydopentadienyl)(fluorenyl) hafnium dichlo- 
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ride, diphenyimethyiene (cyciopentadienyl) (fluorenyl)hafnium dichloride, diisopropylmethylene(cyciopentadienyl) (flu- 
orenyi)hafnium dichloride, diisobuty!methylene(cydopentadienyO(fluorenyl)hafiiium dichloride, di-t- 
butylmethylene(cyclopentadienyl) (fluorenyl)hafnium dichloride, cyctohexylidene(cyclopentadienyl)(ftuaenyf)hafnium 
dichloride, diisopropyimethylene(2 ( 5<limethylcycloperttadieny0 (ftuorenyl)hafnium dichloride, isopropyl(cydoperrtadi- 

5 enyl)(f tuorenyi)titanium dichloride, diphenylmethylene(c^dopentadienyQ(f luorenyQtitanium dichloride, diisopropytmeth- 
ylene(cyclopentadienyl)(fluorenyl)titanium dichloride, diisobutylmethylene(cyclopentadienyO(fluorenyl)titanium 
dichloride, ditertbutylmethylene(cydopertadien^ dichloride, cyclohexyl*riene(cyclopentacGenyl)(flu- 

orenyl)titanium dichloride, diisopropylmethy!ene(2,5 cflmethylcydcpentadienyl fluorenyl)titanium dichloride, rac-ethyl- 
enebis(indenyl)zirconium dichloride, rac-elhylenebis(4,5,6,7-H-tetrahydroindeny0zirconium dichloride, rac- 

10 dimethylsilylenebis(indenyl)zirconium dichloride, /ac^imethylsilylenebis(4 l 5,67-H-tetrahydroirxJenyi)zir(»nium dichlo- 
ride, rac-1, 1,2,2- tetramethylsilanylene bis (1-indenyI) zirconium dichloride, rac-1, 1,2,2-tertramethylsilanylene bis 
(4,5,6, 7-H-tetrahydro-1-indenyl)zirconium dichloride, ethylene (1-indenyf)(tetramethylcydoperrtadienyl) zirconium 
dichloride, rac-dimethylsilylene bis (2-methyl-4-t-butyl-1 -cyciopentadienyl) zirconium dichloride, rac-ethylene bis (1- 
indenyl) hafnium dichloride, rac-ethylene bis (4,5,6,7-H-tetrahydro-1-indenyl) hafnium dichloride, /ac-dimethylsilylene 

is bis (1-indenyQ hafnium dichloride, rac-dimethylsiiyiene bis (4,5,6,7-H-tetrahydro-1- indenyQ hafnium dichloride, rac- 
1,1,2,2- tetramethyfsilanylene bis (1-indenyl) hafnium dichloride, rac-1, 1,2,2-tetramethylsilanylene bis (4,5,6,7-tetrahy- 
dro-1-indenyl) hafnium dichloride, ethylidene (1-indenyl-2,3 l 4,5-tetramethyl-1-cyc!opentadieny0 hafnium dichloride, 
rac- ethylene bis (1-indenyl) titanium dichloride, rac-ethylene bis (4,5,6,7-H-tetrahydro-1-indenyl) titanium dichloride, 
rac- dimethylsilyl bis (1-indenyO titanium dichloride, rac- dimethylsilyl bis (4,5,6,7-H-tetrahydro-1-indenyl) titanium 

20 dichloride. rac-1, 1,2,2-tetramethylsilanylene bis (1-indenyQ titanium dichloride rac-1, 1,2,2-tetramethylsilanylene bis 
(4,5,6, 7-H-tetrahydro-1-indeny1) titanium dichloride, rac-ethylenebis(indenyf)zirconium dimethyl, rac-ethyl- 
enebis(4 l 5,6,7-H-tetrahydroindeny0zirconium dimethyl, rac-dimethylsilylenebis(indenyQzirconium dimethyl, rac- 
dimethylsilylenebis(4,5,6,7-H-tetrahydroindenyl)zirconium dimethyl, isopropylidene(cyclopentadienyl)(fluorenyl)zirco- 
nium dimethyl, diphenylmethylene(cydopentadienyO(f luorenyl)zirconium dimethyl, rac-ethylenebis(2-methylindenyQzir- 

2s conium dichloride, /ac-dimethylsilylenebis(2-methylindenyl)zirconium dichloride, rac-ethylenebis(2- 
methylindenyl)zirconium dimethyl, rac-dimethylsilylenebis(2-methylindenyl)zirconium dimethyl, dimethylsilylene 
bis(cyclopentadienyf)zirconium dichloride, and ethylidene (1-indenyl)(2,3,4,5-tetramethyl-1 -cyciopentadienyl) titanium 
dichloride. 

A more preferred metallocene catalyst containing at least one cyciopentadienyl group bonded to a Group 1MB to VIII 
30 metal is a bridged metallocene having the formula: 



35 



40 




wherein: 

Q is a bridging linkage selected from 

so FT 2 CC Fr 2 Si<, R M 2 GeC and -CgRY 

wherein each R" moiety is independently H or an aikyi group, or two R" moieties are joined to form a ring structure. Pref- 
erably, when an R" moiety is an alkyl group, it contains 3 to 8 carbon atoms, and when two R" moieties are joined to 
form a ring structure with the atom or atoms to which they are respectively attached, a 5 or 6-m ember ed ring is formed. 
The subscripts m and n are each 0, 1 , 2, 3, or 4, and the sum of m and n is preferably 2 to 6. The metal M is a Ti, Zr, or 

55 Hf atom, preferably Zr. Each V is independently H, an alkyl group, or a halogen atom. 

In bridged metallocenes, the cyclic n-bonded moieties may bear one or more substituents R. Each R moiety is inde- 
pendently an alkyl, cydoalkyl, alkenyi, cycloalkenyl, phenyl, alkyl-substrtuted phenyl, or a phenyl -substituted alkyl 
group, or two adjacent R groups on a given ring are joined to form a second ring. Preferably, each R moiety is independ- 
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entiy an alkyl or cycloalkyl group of 3 to 8 carton atoms, an alkenyl group of 2 to 8 carton atoms, a cycloalkenyl group 

of 5 to 8 carbon atoms, phenyl, an alkyl-substituted phenyl group in which the alkyl group contains 3 to 8 carbon atoms, 

a phenyl-substituted alkyl group In which the alkyl portion contains 1 to 4 carbon atoms, or two adjacent R groups on a 

given ring are joined and together with the carbon atoms to which they are respectively attached form a saturated or 
5 unsaturated 4,5, or 6-membered ring. 

The following compounds are illustrative but non-limiting examples of bridged metallocenes of formula (2) that may 

be used as the metallocene catalyst: 

rac-ethytenebisOndenyQzirconium dichloride; 

rac-ethylenebis(4,5,6,7-H-tetrahydroindenyl)zirconium dichloride; 
10 rac-dimethyIsilyienebis(indwiyl)2irconium dichloride; 

rac^imeth^silylenebis(4,537'H-tetrahydroindenyl)zirc^iL^ dichloride; 

rac-ethylenebis(indenyl)zirconium dimethyl; 

rac-ethylenebis^S.ej-H-tetrahydroindenylJzirconium dimethyl ; 

rac-dimethylsilylenebis(indenyl)zirconium dimethyl; 
is rac-dimethylsify ienebis(4, 5,6,7- H-tetrahydroinden yl)zirconi um dimethyl ; 

rac-ethyienebis(2-methylindenyf)zirconium dichloride; 

rac-dimethylsilylenebis(2-methylindeny0zirconium dichloride; 

rac-ethy1enebis(2-methylindenyl)zirconium dimethyl; 

rac<flmethylsilylenebis(2-methylindenyI)zirconium dimethyl; 
20 isopropylidene(cyclopentadienyl)(f !uorenyl)zirconium dichloride; 

diphenylmethylene(cyclopentadienyO(fluorenyQzirconium dichloride; 

isopropylidene(cydopentadienyl)(fluorenyl)zirconium dimethyl; diphenylmethytene(cyclopentadienyl)(fluorenyOzirco- 
nium dimethyl; and 

dimethylsilylbis (cyclopentadienyl)zirconium dichloride. 

25 Bridged metallocenes may be made by one of several methods. For example, see A. Razavi and J. Ferrara, J. 
Organomet Chem. , 435, 299 (1992) and K P. Reddy and J. L Petersen, OrganometaJlics & 2107 (1989). One method 
comprises first reacting two equivalents of an optionally substituted cyclopentadiene with a metallic deprotonating 
agent such as an alkyllrthium or potassium hydride in an organic solvent such as tetrahydrofuran, followed by reaction 
of this solution with a solution of one equivalent of a doubly-halogenated compound such as dichlorodimethylsilane. 

30 The resulting ligand is then isolated by conventional methods known to those skilled in the art (such as distillation or 
liquid chromatography), reacted with two equivalents of a metallic deprotonating agent as above, and then reacted with 
one equivalent of a tetrachloride of a group I V(B) metal, optionally coordinated with donor ligand molecules such as tet- 
rahydrofuran, in organic solvent The resulting bridged metallocene is isolated by methods known to those skilled in the 
art such as recrystallization or sublimation. 

35 Alternatively, bridged metallocenes may be produced by first reacting one equivalent of an optionally substituted 
cyclopentadiene with one equivalent of metallic deprotonating agent in an organic solvent as above, followed by reac- 
tion with one equivalent of a molecule containing an unsaturated five-carbon ring to which is attached an exocyclic 
group susceptible to nudeophilic attack, such as a dialkyifulvene. The reactive solution is next quenched with water and 
the ligand is isolated by conventional methods. One equivalent of the ligand is next reacted with two equivalents of 

40 metallic deprotonating agent as above and the resulting solution is in turn reacted with one equivalent of a tetrachloride 
of a group IV(B) metal optionally coordinated with donor ligand molecules such as tetrahydrofuran, in organic solvent. 
The resulting bridged metallocene is isolated by methods known to those skilled in the art. 

Another class of useful metallocene catalysts are constrained geometry metallocenes as described in PCT Publi- 
cation No. WO 93/08221. Constrained geometry metallocenes are coordination complexes comprising a metal atom of 

45 Groups NIB to VIII, or the Lanthanide series and a delocaiized n-bonded moiety substituted with a constrain-inducing 
moiety, said complex having a constrained geometry about the metal atom such that the angle at the metal atom 
between the centroid of the delocaiized, substituted rc-bonded moiety and the center of at least one remaining substit- 
uent is less than such angle in a similar complex containing a similar rc-bonded moiety lacking in such constrain-induc- 
ing moiety, and provided further that for such complexes comprising more than one delocaiized, substituted it-bonded 

so moiety, only one thereof for each metal atom of the complex is a cydic, delocaiized, substituted 71-bonded moiety. 
Preferred constrained geometry metallocenes have the formula: 
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T 



(3) 



Cp* 



M' 




QQri 



wherein M' is a metal of Groups IIIB-VI II or the Lanthankte series of the Periodic Table; Cp* is a cyclopentadienyl or sub- 
stituted cyclopentadienyl group bound in an ti 5 bonding mode to M'; Z is a moiety comprising boron or a member of 
Group IVa of the Periodic Table, and optionally sulfur or oxygen, said moiety having up to 20 non-hydrogen atoms, and 
optionally Cp* and Z together form a fused ring system; each X is independently an anionic ligand group or neutral 
Lewis base iigand group having up to 30 non-hydrogen atoms; n* is 1, 2, 3, or 4 and is 2 less than the valence of M'; 
and Y" is an anionic or nonionic ligand group bonded to Z and M v comprising nitrogen, phosphorus, oxygen, or sulfur 
and having up to 20 nonhydrogen atoms, optionally V and Z together form a fused ring system. 

Examples of preferred constrained geometry metallocenes include (tert-butylamido)(tetramethyl-n 5 -cyclopentadi- 
enyl)-1 ,2-ethanediylzirconium dichloride, (tert-butylamido)(tetramethy^-Ti 5 -cyclopentadienyO-1 ,2-ethanediyltitanium 
dichloride, (methylamido)(tetramethyl^ 5 ^ dichloride, (methylamido)(tetram- 

ethyl^ 5 -cyclopeiTtadienyf)-1 ,2-ethanediyltitanium dichloride, (ethylamido)(tetramethylni 5 -cyclopentadienyl)-methyl- 
enetitanium dichloro, (tertbutylairudo)dibeiizyl(teta dibenzyl, 
(benzylamido)dimethyl-(tetrametW^ dichloride, (phenylphosphido)dimethyl(tetram- 

ethyf-n 5 "Cyclopentadieny1)silanezirconium dibenzyl, (tertbutylamido)dimethyi(tetram 
tanium dimethyl, and the like. 

The cocatalyst is capable of activating the metallocene catalyst, and may be one of the following: (a) branched or 
cyclic oligomeric poly(hydrocarbylaluminum oxide)s which contain repeating units of the general formula -(AI(R ,M )0)-, 
where R"' is hydrogen, an alkyl radical containing from 1 to 12 carbon atoms, or an aryi radical such as a substituted or 
unsubsuituted phenyl or naphthyl group; (b) ionic salts of the general formula [A*][BR* 4 -]> where A + is a cationic Lewis 
or Bronsted add capable of abstracting an alky), halogen, or hydrogen from the bridged metallocene catalyst, B is 
boron, and R* is a substituted aromatic hydrocarbon, preferably a perfluorophenyl radical; and (c) boron alkyls of the 
general formula BR* 3( where R* is as defined above. 

Preferably, the cocatalyst is a branched or cyclic oligomeric poly(hydrocarbylaluminum oxide). More preferably, the 
cocatalyst is an aluminoxane such as methylaluminoxane (MAO) or modified methylaluminoxane (MMAO). 

Aluminoxanes are well known in the art and comprise oligomeric linear alkyl aluminoxanes represented by the for- 
mula: 



wherein s is 1 -40, preferably 1 0-20; p is 3-40, preferably 3-20; and R"' is an alkyl group containing 1 to 12 carbon atoms, 
preferably methyl or an aryl radical such as a substituted or unsubstituted phenyl or naphthyl radical. 



R ,M /Al-Ol MR M, 2 



tit 



s 



and oligomeric cyclic alkyl aluminoxanes of the formula: 
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Aluminoxanes may be prepared in a variety of ways. Generally, a mixture of linear and cyclic aluminoxanes is 
obtained in the preparation of aluminoxanes from, for example, trimethylaluminum and water. For example, an alumi- 
num alky! may be treated with water in the form of a moist solvent. Alternatively, an aluminum alkyi, such as trimethyl- 
aluminum, may be contacted with a hydrated salt, such as hydrated ferrous sulfate. The latter method comprises 

5 treating a dilute solution of trimethylaluminum in, for example, toluene with a suspension of ferrous sulfate heptahy-' 
drate. It is also possible to form methylaluminoxanes by the reaction of a tetraaikyl-dialuminoxane containing C 2 or 
higher alkyi groups with an amount of trimethylaluminum that is less than a stoichiometric excess. The synthesis of 
methylaluminoxanes may also be achieved by the reaction of a trialkyl aluminum compound or a tetraalkykfialuminox- 
ane containing C2 or higher alkyi groups with water to form a polyalkyl aJuminoxane, which is then reacted with trimeth- 

10 ylaluminum. Further modified methylaluminoxanes, which contain both methyl groups and higher alkyi groups, may be 
synthesized by the reaction of a polyalkyl aluminaxane containing C2 or higher alkyi groups with trimethylaluminum and 
then with water as disclosed in, for example, U.S. Patent No. 5,041 ,584. 

The amount of metaliocene catalyst and cocatalyst usefully employed in the catalyst composition may vary over a 
wide range. When the cocatalyst is a branched or cyclic oligomeric poly(hydrocarbyia!uminum oxide), the mole ratio of 

is aluminum atoms contained in the poiy(hydrocarbylaluminum oxide) to metal atoms contained in the metaliocene cata- 
lyst is generally in the range of from 2:1 to 100,000:1 , preferably in the range of from 10:1 to 10,000:1, and most pref- 
erably in the range of from 50:1 to 2,000:1. When the cocatalyst is an ionic salt of the formula [A + ][BR>] or a boron 
alkyi of the formula BR*3, the mole ratio of boron atoms contained in the ionic salt or the boron alkyi to metal atoms 
contained in the metaliocene catalyst is generally in the range of from 0.5:1 to 10:1 , preferably in the range of from 1 :1 

20 to 5:1. 

The catalyst composition may optionally contain one or more second catalysts. These second catalysts include for 
example any Ziegler-Natta catalysts containing a metal from Groups I V(B), V(B), or V!(B) of the Periodic Table. Suitable 
activators for Ziegler-Natta catalysts are well known in the art and may also be included in the catalyst composition. 

The filler material is selected from organic and inorganic compounds that are inert to the cocatalyst and the metal- 
25 locene catalyst Examples include alumina, titanium dioxide, polystyrene, rubber modified polystyrene, polyethylene, 
polypropylene, magnesium chloride, and silicon dioxide such as fumed silica. Such fillers may be used individually or in 
combinations. 

The filler material has an average particle size in the range of 0.001 to 0.1 micrometers. The catalyst composition 
is prepared by forming a well-stirred suspension of finely divided filler material, one or more metaliocene catalysts and 

30 one or more cocatalysts in one or more suitable diluents, and then spray drying the suspension. Typically, in preparing 
the suspension, the filler material is added to a solution or dispersion of the cocatalyst to form a first suspension. The 
first suspension is stirred for approximately 20 to 60 minutes, and then a solution or dispersion of the metaliocene cat- 
alyst is added thereto. The resulting final suspension is stirred for a further 20 to 60 minutes and then spray dried. The 
same or different diluents may be used for the metaliocene catalyst and the cocatalyst. 

35 Preferably, spray drying is performed by spraying the suspension through a heated nozzle into a stream of heated 
inert drying gas, such as nitrogen, argon, or propane to evaporate the diluent and produce solid-form particles of met- 
aliocene catalyst and cocatalyst in a matrix of filler material. The volumetric flow of the drying gas is preferably consid- 
erably larger than the volumetric flow of the suspension. Atomization of the suspension may be accomplished using an 
atomizing nozzle or a centrifugal high speed disc atomizer. 

40 The diluent employed in forming the suspension is typically a material capable of dissolving or suspending the met- 
aliocene catalyst and the cocatalyst and suspending the filler material. For example, hydrocarbons such as linear or 
branched alkanes including n-hexane, n-pentane and isopentane; aromatics such as toluene and xylene; and halogen- 
ated hydrocarbons such as dichloromethane are useful as the diluent Preferably, for practical reasons the diluent has 
a boiling point from 0-150° C. 

45 The amounts of metaliocene catalyst and cocatalyst employed in the suspension of metaliocene catalyst, cocata- 
lyst and filler material are as follows. When the cocatalyst is a branched or cyclic oligomeric pdy(hydrocarbylaluminum 
oxide), the mole ratio of aluminum atoms (from the cocatalyst) to transition metal (from the metaliocene catalyst) in the 
suspension is between 10 and 5000, preferably 50 to 1000, and most preferably 100 to 500. When the cocatalyst is an 
ionic salt of the formula [A+pRV] or a boron alkyi of the formula BR* 3 , the mole ratio of boron atoms (from the cocat- 
50 alyst) to transition metal (from the metaliocene catalyst) in the suspension is between 0.5 and 10, preferably 1 to 5. 

The amount of filler employed in forming the suspension is from 1 to 80 percent by weight, preferably 1 0 to 60 per- 
cent by weight, and most preferably 20 to 50 percent by weight based on the total weight of the catalyst composition. 

The spray dried, filled catalyst composition may optionally contain an organic or inorganic compound as a binder 
so that particle integrity is further enhanced. The binder may also serve a second function, such as stabilizing the final 
55 polyoiefin product against oxidation, or improving the gas phase fluidization of nasc nt polymer particles. Such com- 
pounds are well known in the art. 

The spray dried, filled catalyst composition is a particulate material containing at least one cocatalyst and at least 
one metaliocene catalyst in a matrix of at least one inert filler material. The particles of catalyst composition have an 
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average particle size of 5 to 500, preferably 10 to 80, micrometers. The catalyst composition may be mixed with a suit- 
able protective material such as mineral oil for storage. 

The catalyst composition may be used in the polymerization of ethylene and optionally higher alpha-olef in mono- 
mers, i.e., having 3 to about 8 carbon atoms, into ethylene homopolymers and copolymers. 
5 The polymerization process may be conducted in the gas phase in a stirred or f luidized bed reactor, or in a slurry 
phase reactor using equipment and procedures well known in the art. Ethylene monomer and optionally one or more 
higher alpha-olef in monomers are contacted with an effective amount of catalyst composition at a temperature and a 
pressure sufficient to initiate polymerization. The process may be earned out in a single reactor or in two or more reac- 
tors in series. The process is conducted substantially in the absence of catalyst poisons such as moisture, oxygen, car- 
lo bon dioxide, and acetylene, since only minor amounts (i.e. *2 ppm) of such materials have been found to affect the 
polymerization adversely. 

Conventional additives may be included in the process. When hydrogen is used as a chain transfer agent in the 
process, it is used in amounts varying between 0.001 to 10 moles of hydrogen per mole of ethylene plus comonomer. 
Also, as desired for temperature control of the system, any materials inert to the catalyst composition and reactants can 
is also be present in the system. 

Organometallic compounds may be employed as external cocatalysts in the polymerization process to scavenge 
for poisons and increase the catalyst activity. Often the same compounds useful as cocatalysts are also useful as exter- 
nal cocatalysts. Examples of useful external catalysts are metal alkyis, preferably aluminum alkyls, most preferably tri- 
isobutyfaluminum. Use of such external cocatalysts is well known in the art 
20 The spray dried, filled catalyst composition has good activity in both fluidised bed reactors and slurry reactors. In 
particular, the activity of the spray dried, filled catalyst composition is comparable to that of both supported and unsup- 
ported (i.e., in solution) metallocene catalysts. 

Moreover, polyethylene produced using the spray dried, filled catalyst composition has excellent morphology. It is 
believed this is because little fragmentation of the catalyst composition particles occurs prior to the onset of polymeri- 
as zation. When polymerization begins, polymer begins to grow around the catalyst composition particles and the mor- 
phology of the catalyst composition particles is replicated in the morphology of the polymer particles, polymer holding 
each growing particle together. Therefore, particles of polyethylene having a well defined and uniform morphology are 
produced. Accordingly, the spray dried, filled catalyst composition advantageously combines activites comparable to 
those of conventional metallocene catalyst compositions with the ability closely control the morphology of the polymer 
30 product. 

Examples 

Glossary 

35 

Activity was measured in l^g(polymer)/mmolZr • h • MPa(C2H 4 ). 

Cab-O-Sil® TS-610 is fumed silica, available from Cabot Corporation. 

Davison® 955 silica is available from W.R. Grace & Company. 

DCM is dichloromethane. 
40 DPZ is dipherrylmethylene(cyclopentadienyQ(fluorenyO-zirconium dichloride. 

Fl is flow index, reported as grams per 10 minutes, determined in accordance with ASTM D-1238, condition F, and 
was measured at ten times the weight used in the melt index test. 

ICP stands for inductively coupled plasma analysis, the technique by which the metal residues in the catalyst com- 
positions were determined. 
45 Irgafos® 1 68 is tris(2,4-di-tert-butylphenyl)phosphite, available from Ciba-Geigy Corporation. 

Kaydol® is mineral oil. available from Witco Corporation. 

MAO is methylalumoxane, 1 1 weight % in toluene, available from Ethyl Corporation. 

Ml is melt index, reported as grams per 10 minutes, determined in accordance with ASTM D-1238, condition E, at 
190°C. 

so MMAO-H is modified methylalumoxane, 9 weight Al % in heptane, available from Akzo Corporation (type 3A). 
MMAO-P is modified methylalumoxane, 7 weight % in isopentane, available from Akzo Corporation (type 3A). 
TiBA is triisobutylaluminum, 0.87 mol/L (20 wt % in hexane). 

Preparation of diphenvlmetrwIenefcvdoperrtadlenvlVffluorenvnzlrconlum dichloride (DPZ) 

55 

Synthesis of diphenylmethylene(cyclopentadienyl)-(fluorenyl)zirconium dichloride, a bridged metallocene useful as 
a metallocene catalyst, was carried out as follows. 

A solution of n-butyllithium in hexane (75 ml, 187.5 mmol) was added dropwise under nitrogen to a stirred solution 
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of 30.45 g (183 mmof) fluorene in 225 ml THF held at ambient temperature by immersion in a cold water bath. The 
resulting deep red mixture was stirred for 1 .5 hours. 

A solution of 42.76 g (186 mmol) diphenytfulvene in 200 ml THF was added to this fluorenyl anion solution via an 
addition funnel. The mixture was stirred for 40 hr at room temperature. 

5 The reaction mixture was quenched by careful addition of 300 ml saturated aqueous ammonium chloride. The 
organic fraction was collected, combined with ether washings of the aqueous fraction, and stripped of most of the sol- 
vent on a rotary evaporator, leaving an orange slurry. 250 ml diethyl ether were added to this slurry, the mixture was 
filtered, and the solid washed with additional ether. The solid was dried in vacuo overnight, yielding 31.09 g of 
(cyclopentadieny1)-(fluorenyl)diphenylmethane(43%). 

10 A solution of methytlithium in diethyl ether (1 15 ml, 161 mmol) was added dropwise to 30.98 g (78 mmol) of the 
cyclopentacfienyl)(fluorenyl) diphenylmethane slurried in 500 m) THF held at 0°C. Following the addition, the solution 
was allowed to warm to ambient temperature. After 2 hours, most of the solvents were removed from the blood-red solu- 
tion in vacuo and 400 ml hexane were stirred with the red slurry overnight. The brown solid was collected on a filter, 
washed with hexane and dried for 3 hours in vacuo. 38.99 g of dilithio(cyclopentadienyl) (fluorenyl)diphenylmethane 

is bis(tetrahydrofuran) were obtained, 90%. 

16.6 g (71 mmol) solid zirconium tetrachloride under argon were slowly added to a slurry of 38.99 g (71 mmol) of 
dillthio(cyclopentadienyl) (fluorenyQdiphenylmethane bis(tetrahydrofuran) (71 mmol) in 250 ml hexane. The slurry was 
stirred at room temperature overnight The resulting slurry was centrifuged to settle the solids. The supernatant was 
removed by cannula and discarded, while the solid residues were slurried in hexane and centrifuged. The supernatant 

20 was again removed by cannula and discarded, while the solid residues were dried in vacuo for 3.25 h. The result was 
a mixture of diphenylmethy1ene(cyclopentadienyl)(f(uorenyl) zirconium cGchloride and lithium chloride, 45.57 g (100%). 

Preparation of Spray Pried, Filled Catalysts Compositions 

25 Spray dried, filled catalyst compositions of the invention (Examples A to H) were prepared as follows. Ingredients 
and amounts are shown in Table 1 . 

For each catalyst composition, the filler and cocatalyst were mixed together for at least one hour at room tempera- 
ture. Then DPZ (the metallocene catalyst) was added in Diluent 1 , followed by Diluent 2 rf necessary. In Catalyst Com- 
positions F and Q Irgafos® 168 was added as a binder and stabilizer. The resulting mixture was stirred for about 20 

30 minutes, then sprayed through a spray dry apparatus as shown in Figure 1 . 

Referring to Figure 1 , each mixture was drawn through silicone tubing from a reservoir attached at point C by a per- 
istaltic pump D. As the mixture passed through nozzle F rt was mixed with atomizing nitrogen gas, which entered the 
system at point E. The mist of catalyst composition thus formed in the drying chamber G then dried in the presence of 
bath nitrogen gas, which entered the drying chamber at point A, heated by heater B before entering. Particles of unac- 

35 ceptably large diameter catalyst composition were not entrained in the nitrogen f low and dropped into oversize collec- 
tion pot H. The remainder of the catalyst composition continued through chamber outlet I into the cyclone separator J, 
where the particulate catalyst composition was disengaged from the gas stream and dropped into a removable product 
collection pot K, from which the fully activated catalyst composition was recovered. The nitrogen gas was drawn through 
the aspirator L and removed from the system at point M. 

40 In each case, the nozzle temperature was at or above the boiling point of the highest boiling component of the mix- 
ture. 

The resultant catalyst composition Al and Zr loadings are shown in Table 1 . 
Prgpargflgn Qf gillpa-SMPPQrt^ PPZ QafrlYSt Composition 

45 

A comparative sample of a supported catalyst composition was prepared as follows. This catalyst is referred to as 
Q-7 in Table 3. 

A stirred glass autoclave was charged first with 3,900 mL of MAO, followed by 596 g of Davidson® 955 silica (cal- 
cined at 600°C). The resulting slurry was stirred at 30°C for 2 h. A solution of 20 g of DPZ (31 mmol) in 460 mL of tol- 

so uene was introduced into the reactor, causing the color of the mixture to turn to deep purple. The catalyst mixture was 
stirred at ambient temperature for 16 h. The solvent was removed under vacuum with heating of the reactor jacket to 
maintain a material temperature of 72°C until the solid was free-flowing, and at a temperature of 60°C until the material 
was dry. The sample was discharged through a valve at the bottom of the reactor and found to weigh 1258 g. 

A 40.0 g amount of the above material was placed under vacuum in a flask and held in an oil bath at 60°C for 2 h 

55 to dry further. From this sample was obtained 26.7 g of pink free-flowing solid with Zr and Al loadings of 3.39 x 1 0" 5 and 
5.2 x 10* 3 mol g" 1 , respectively, as determined by ICR A mixture of 20.2 g of this solid in 80.5 g of mineral oil was pr - 
pared for use in the gas-phase reactor. 



9 



EPO 668 295 B1 



Slurry PolYrrerfzfllQn Trfrls 

The spray dried, filled catalyst compositions of the invention were used to polymerize ethylene in a 1 -liter stirred 
steel autoclave slurry reactor charged with 500 mL of hexane, 20 mL of 1 -hexene, 0.5 L of hydrogen, and brought to a 
total pressure of 1.03 MPa with ethylene (Examples SL-1 to SL-16). Reaction time was one half hour. Materials, 
amounts and conditions are given in Table 2 below. The reaction temperature for each example was 80° C, except for 
Example SL-14, which was run at 85° C. 

For each polymerization trial, the spray dried, filled catalyst composition was either used directly or mixed with the 
amount of Kaydol® shown in Table 2 to form a catalyst composition slurry. The catalyst composition or catalyst compo- 
sition slurry was then mixed with an aluminum alky) external cocatalyst in 50 mL of hexane as shown in Table 2. This 
was fed to the polymerization reactor. 

The reaction was terminated by venting the reactor and adding the reaction mixture to a mixture of isopropand and 
methanol to precipitate the polyethylene. The polyethylene was collected on filter paper and dried in a vacuum oven 
overnight at about 40°C. 

The results in Table 2 show that the spray dried, filled catalyst composition has good catalytic activity for producing 
polyethylene in a slurry reactor. In each of the runs made in the slurry reactor, the spray dried, filled catalyst composition 
maintained good particle integrity and morphology during polymerization. 

As a comparison, an unsupported catalyst was also used to polymerize ethylene under the same conditions in the 
slurry reactor (Example SL-17). The catalyst was a solution of 2.5X10" 3 moles/L of DPZ in toluene. 

Spray dried, filled catalyst compositions (Examples Q-2, G-3, G-4, G-5 and Q-6), an unsupported catalyst compo- 
sition (Example G-1) and a silica supported catalyst composition (Example G-7) were evaluated in polymerization trials 
in a horizontally mixed two-phase (gas/solid) stirred bed reactor in which multiple "plows" were mounted horizontally on 
a central shaft rotating at 190 rpm to keep particles in the reactor mechanically fluidized. Materials, amounts and con- 
ditions for each run are given in Table 3. Gas was continually recirculated through the apparatus. The reaction times 
were typically in the range of 4 to 12 hours. 

Monomers and hydrogen (for molecular weight control) were fed to the reactor as required to maintain gas compo- 
sition. The metallocene catalyst was metered into the reactor mixed with a continuous stream of cocatalyst solution. 
The mixed solution feed was sprayed into the reactor by a constant flow of nitrogen. Cocatalyst feed rate was main- 
tained in proportion to the catalyst feed rate. 

Specifically, the slurry catalyst feeder consisted of a 33 ml agitated feed catalyst reservoir connected to a plunger- 
type metering pump. The reservoir was maintained at a pressure 1 0 psi below reactor pressure by a high purity nitrogen 
blanket. The metering pump displaced 100uJ on each stroke, and the catalyst feed rate was controlled by varying the 
stroke frequency generally in the range of 0.5 to 10 strokes per minute. Catalyst was injected into a stream of solvent 
or aluminum alkyl solution for transport to the reactor through a 0.32 cm (1/8") o.d. stainless steel tube. A metered flow 
of high purity nitrogen was also added to the injection tube to prevent diffusion of monomers back into the tube. 

The following conditions obtained in the reactor, except where Table 3 differs: 

a) total reactor pressure, 2.41 MPa; 

b) partial pressure of monomer, 1.65 MPa; 

c) ratio of hydrogen to ethylene monomer, 0.013; 

d) molar ratio of 1 -hexene to ethylene, 0.0043 in the gas phase; 

e) reactor temperature, 85°C. 

Nitrogen made up the balance of the gas composition. 

At the end of each run, the reactor was vented, monomers were purged from the resin with nitrogen, and the batch 
was discharged through a valve to the open atmosphere. 

The spray dried, filled catalyst compositions had activities comparable to both solution and silica-supported formu- 
lations. While the form of the spray dried, filled catalyst composition was very different from both the solution and silica- 
supported catalyst compositions, the characteristics of the polymer product, such as comonomer response (as indi- 
cated by the densities), retained the desirable features of metailocene-catalyzed polyethylene. 

The data of Table 3 also shows that the spray dried, filled catalyst composition can be conveyed directly into a flu- 
idized bed reactor (see Example G-3, in which no diluent was used for the catalyst composition) or admitted as a slurry 
in mineral oil. Again, the spray dried, filled catalyst compositions advantageously maintained their shape during polym- 
erization. 

Other embodiments of the invention will be apparent to those skilled in the art from a consideration of this specif i- 
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cation or practice of the invention disclosed herein. It is intended that the specification and examples be considered as 
exemplary only, with the true scope of the invention being indicated by the following claims. 



Table 1 





Preparation of Spray Dried, Riled Catalyst Compositions 
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D 


E 


F 


Q 


H 
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1.0 
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1.1 


2.0 
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2.2 


0.2 




Cocatalyst 


MMAO-H 


MAO 


MAO 


MMAO-H 


MMAO-H 


MAO 


MAO 
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toluene 


toluene 


toluene 


toluene 
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55 Claims 

1 . A spray dried catalyst composition comprising solid particles, each particle comprising a mixture of: 
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a) a metallocene catalyst comprising an organometallic compound containing a metal atom of Group NIB to VIII 
or the LanthankJe series of the Periodic Table; 

b) a cocatalyst capable of activating the metallocene catalyst; and 

c) particulate filler material having an average particle size of 0.001 to 0.1 micrometers that is unreactive with 
the metallocene catalyst and the cocatalyst wherein the average particle size of the catalyst composition is 5 
to 500 micrometers. 

2. The catalyst composition of claim 1 , wherein the metallocene catalyst has the formula: 

(C5Rn)y R, z(CsRm) MY (x-y-1) 

wherein M is a metal from Groups 1MB to VIII of the Periodic Table; (C 5 Rn) and (C^B^ are independently cyclopen- 
tadienyl or substituted cyclopentadienyl groups bonded to M; each R is independently hydrogen or a hydrocarbyl 
radical such as alkyl, alkenyl, aryl, alkylaryl, or arylalkyl radical containing from 1 to 20 carbon atoms, or two carbon 
atoms are joined together to form a C 4 -C 6 ring; each R* is a C r C 4 substituted of unsubstituted alkylene radical, a 
dialkyi or diary! germanium or silicon, or an alkyl or aryl phosphine or amine radical bridging two (C 5 Rn) and (CsRm) 
rings; each Y is independently a hydrocarbyl radical such as aryl, alky), alkenyl, alkylaryl, or arylalkyl radical having 
from 1-20 carbon atoms, hydrocarboxy radical having from 1-20 carbon atoms, or halogen; n and m are each 0, 1, 
2, 3, or 4; z is 0 or 1 , and z is 0 when y is 0; y is 0. 1 , or 2; x is 1 , 2, 3, or 4 depending upon the valence state of M; 
and x-y £ 1. 

3. The catalyst composition of claim 1 , wherein the metallocene catalyst is a bridged metallocene having the formula; 




wherein: 

Q is a bridging linkage selected from 
RVX R H 2SK. R" 2 GeC and -C2RV 

wherein each R" moiety is independently H or an alkyl group, or two R" moieties are joined to form a ring; 

each R moiety is independently an alkyl, cydoalkyl, alkenyl, cycloalkenyl, phenyl, alkyl-substituted phenyl, 
or a phenyt-substituted alkyl group, or two adjacent R groups on a given ring are joined to form a ring; 

mis 0, 1,2, 3, or 4; 

nisO, 1, 2, 3, or 4; 

M is a Ti, Zr, or Hf atom; and 

each r is independently H, an alkyl group, or a halogen atom. 

4. The catalyst composition of claim 1 wherein the metallocene catalyst is a constrained geometry metallocene com- 
prising a metal atom of Groups III to VIII, or the Lanthanide series and a delocaiized 71-bonded moiety substituted 
with a constrain-inducing moiety, said complex having a constrained geometry about the metal atom such that the 
angle at the metal atom between the centroid of the delocaiized, substituted rc-bonded moiety and the center of at 
least one remaining substituent is less than such angle in a similar complex containing a similar ^-bonded moiety 
lacking in such constrain-inducing moiety, and provided further that for much complexes comprising more than one 
delocaiized. substituted rc-bonded moiety, only one thereof for each metal atom of the complex is a cyclic, delocai- 
ized, substituted it-bonded moiety. 
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5. The catalyst composition of claim 1 , wherein the oocatalyst is a methylaluminoxane or a modified methylaluminox- 
ane. 

6. A method of preparing a spray dried catalyst composition, comprising: 

forming a suspension comprising: a) a metallocene catalyst comprising an organometallic compound contain- 
ing a metal atom of Group IIIB to VIII or the Lanthanide series of the Periodic Table; b) a oocatalyst capable of 
activating the metallocene catalyst; and c) particulate filler material having an average particle size of 0.001 to 
0.1 micrometers that is unreactive with the metallocene catalyst and the cocatalyst in a diluent; and 
spray drying the suspension to obtain the catalyst composition having an average particle size of 5 to 500 
micrometers. 

7. The method of claim 6, wherein the metallocene catalyst has the formula: 



wherein M is a metal from Groips IIIB to VIII of the Periodic Table; (C 5 RJ and (C 5 R J are independently cyclopen- 
tadienyl or substituted cyclopentadienyl groups bonded to M; each R is independently hydrogen or a hydrocarbyl 
radical such as alkyl, alkenyl, aryl, aikytaryt, or arylalkyl radical containing from 1 to 20 carbon atoms, or two carbon 
atoms are joined together to form a C 4 -C 6 ring; each R' is a C r C 4 substituted of unsubstituted alkylene radical, a 
dialkyl or diary! germanium or silicon, or an alkyl or aryl phosphine or amine radical bridging two (C 5 Rn) and (C 5 R J 
rings; each Y is independently a hydrocarbyl radical such as aryl, alkyl, alkenyl, alkylaryl, or arylalkyl radical having 
from 1-20 carbon atoms, hydrocarboxy radical having from 1-20 carbon atoms, or halogen; n and m are each 0, 1, 
2, 3, or 4; z is 0 or 1 , and z is 0 when y is 0; y is 0, 1 , or 2; x is 1 , 2, 3, or 4 depending upon the valence state of M; 
andx-y 1. 

8. The method of claim 6, wherein the metallocene catalyst is a bridged metallocene having the formula: 



wherein: 

Q is a bridging linkage selected from 
FT 2 CC R" 2 Si<. R'^GeC and -QjRY 

wherein each R" moiety is independently H or an alkyl group, or two R" moieties are joined to form a ring; 
each R moiety is independently an alkyl, cycloalkyl, alkenyl, cycloalkenyl, phenyl, alkyl-substituted phenyl, 
or a phenyl-substituted alkyl group, or two adjacent R groups on a given ring are joined to form a ring; 
m is 0, 1 , 2, 3, or 4; 
n is 0, 1,2, 3, or 4; 
M is a Tl, Zr, or Hf atom; and 

each Y is independently H, an alkyl group, or a halogen atom. 

9. The method of claim 6. wherein the metallocene catalyst is a constrained geometry metallocene comprising a 
metal atom of Groups 111 to VIII, or th Lanthanide series and a deiocalized jt-bonded moiety substituted with a con- 
strain-inducing moiety, said complex having a constrained geometry about the metal atom such that the angle at 
the metal atom between the centroid of the deiocalized, substituted n-bonded moiety and the center of at least one 
remaining substituent is less than such angle in a similar complex containing a similar ic-bonded moiety lacking in 



(CsRnJyR'^CsRJMY^y.^ 
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such constrain-inducing moiety, and provided further that for such complexes comprising more than one delocal- 
ized, substituted rc-bonded moiety, only one thereof for each metal atom of the complex is a cyclic, delocalized, sub- 
stituted n-bonded moiety. 

1 0. A process for producing ethylene homopolymers or copolymers, comprising the steps of: 

contacting ethylene and optionally a higher alpha-olef in monomer under polymerization conditions with a spray 
dried catalyst composition comprising solid particles, each particle comprising a mixture of: a) a metallocene 
catalyst; b) a cocataiyst capable of activating said metallocene catalyst; and c) a particulate f flier material hav- 
ing an average particle size of 0.001-0.1 micrometers that is unreactive with the metallocene catalyst and the 
cocataiyst, wherein the average particle size of the catalyst composition is 5 to 500 micrometers. 

PatentansprQche 

1 . SprQhgetrocknete Katalysator-Zusammensetzung, umfassend feste Teilchen, wobei jedes Teilchen eine Mischung 
umfaBt von: 

a) einem Metallocen-Katalysator, der eine organometallische Verbindung, die ein MetaJlatom der Gruppen 1MB 
bis VIII Oder der Lanthaniden-Reihe des Periodensystems enthait, umfa&t; 

b) einem Cokatalysator. der den Metallocen-Katalysator aktivieren kann; und 

c) teilchenfOrmigem FQIIstoffmaterial mit einer durchschnittlichen TeilchengrOBe von 0,001 bis 0,1 iim, welches 
mit dem Metallocen-Katalysator und dem Cokatalysator unreaktiv ist, wobei die durchschnittliche Teilchen- 
grOGe der Katalysator-Zusammensetzung 5 bis 500 nm betragt. 

2. Katalysator-Zusammensetzung nach Anspruch 1 , in welcher der Metallocen-Katalysator die Formel: 



aufweist, worin M ein Metall aus den Gruppen 1MB bis Vtll des Periodensystems ist; (C 5 Rn) und (C^R^ unabhfingig 
fOr Cycloperrtadienyl- oder substituierte Cyclopentadienylgruppen, die an M gebunden sind, stehen; jedes R unab- 
hangig Wasserstoff Oder einen Kbhlenwasserstoffrest wie beispielsweise Alkyl-, Alkenyl-, Aryl-, Alkylaryl- oder 
Arylalkylrest der 1 bis 20 Kohlenstoffatome enthait, darstellt oder zwei Kbhlenstoffatome unter Biidung eines C 4 - 
C 6 -Ringes miteinander verbunden sind; jedes R' ein substHuierter oder unsubstituierter C 1 -C 4 -Alkylenrest, ein 
DialkyI- oder Diarylgermanium- oder -silicium- oder ein Alkyl- oder Arylphosphin- oder Aminrest, der zwei (C 5 Rn)- 
und (CsRJ-Ringe verbrQckt, ist; jedes Y unabhangig einen Kohlenwasseretoffrest wie beispielsweise Aryl-, Alkyl- 
, Alkenyl-, Alkylaryl- oder Arylalkylrest mit 1 - 20 Kohienstoffatomen, einen Hydrocarboxyrest mit 1 - 20 Kohlenstoff - 
atomen oder Halogen darstellt; n und m jeweils 0, 1, 2, 3 oder 4 bedeuten; z 0 Oder 1 ist und z 0 ist, wenn y 0 ist; 
y 0. 1 Oder 2 ist; x in Abhangigkeit vom Valenzzustand von M 1 , 2, 3 oder 4 ist; und x - y 2= 1 . 

3. Katalysator-Zusammensetzung nach Anspruch 1, in welcher es sich bei dem Metallocen-Katalysator urn ein ver- 
brOcktes Metallocen mit der Formel: 



(CsRnJyR'zfCsRJMY^) 




handeit, worin: 
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Q eine verbrOckende VerknQpfungseinhert, ausgewahlt aus 
R M 2 <X R M 2SiC R w 2 Gec: und -C2RY. ist. 

worin jede R"-Einhert unabhangig H oder eine Alkylgrupp ist Oder zwei R"-Einherten unter Bildung eines Ringes 
verknQpftsind; 

5 jede Einheit R unabhangig eine Alkyl-, Cydoalkyl-, Alkenyl-, Cydoalkenyl-, Phenyl-, Alkyt-substituierte Phenyi- 

oder eine Phenyl-substituierte Alkyigruppe darstellt oder zwei benachbarte Gruppen R an einem gegebenen Ring 

unter Bildung eines Ringes verknQpft sind; 

mO, 1,2, 3 oder 4 ist; 

nO, 1,2, 3 Oder 4 ist; 
10 M fQr ein Ti-, Zr- oder Hf-Atom steht; und 

jedes Y* unabhangig H, eine Alkylgruppe oder ein Halogenatom bedeutet 

4. Kataiysator-Zusammensetzung nach Anspruch 1, in welcher der Metallocen-KataJysator ein Metallocen mit 
gespannter Geometrie ist welches ein MetaJlatom der Gruppen III bis VIII oder der Lanthaniden-Reihe und eine 

is delokalisierte rc-gebundene Einheit, die mit einer Spartnung induzierenden Einheit substituiert ist umfaBt, wobei 
der Kbmplex eine solche gespannte Geometrie urn das Metall herum aufweist daB der Winkel am Metallatom zwi- 
schen dem Zerttroid der substituierten, delokalisierten n-gebundenen Einheit und dem Zentrum mindestens eines 
verbleibenden Substituerrten Weiner ist als ein derartiger Winkel in einem ahnlichen Kbmplex, der eine ahnliche n- 
gebundene Einheit die keine derartige Spannung induzierende Einheit aufweist besitzt, und mit der weiteren 

20 MaBgabe, daB fQr solche Komplexe, die mehr als eine substrtuierte, delokalisierte rc-gebundene Einheit umfassen, 
nur eine davon for jedes Metallatom des Komplexes eine cydische, substrtuierte, delokalisierte n-gebundene Ein- 
heit ist. 

5. Kataiysator-Zusammensetzung nach Anspruch 1, in weicher der Cokatalysator ein Methyialuminaxan oder ein 
25 modifiziertes Methylalumlnoxan ist 

6. Verfahren zur Herstellung einer spruhgetrockneten Kataiysator-Zusammensetzung, umfassend: 

Bildung einer Suspension, welche umfaBt: a) einen Metallocen-Katalysator, der eine organometallische Ver- 
30 bindung, die ein Metallatom der Gruppe 1MB bis VIII oder der Lanthaniden-Reihe des Periodensystems enthdft, 

umfaBt; b) einen Cokatalysator, der den Metallocen-Katalysator aktivieren kann; und c) 
teilchenfOrmiges FQII staff material mit einer durchschnittlichen TeilchengrOBe von 0,001 bis 0,1 urn, welches 
mit dem Metallocen-Katalysator und dem Cokatalysator unreaktiv ist, in einem VerdOnnungsmittel; und 
SprOhtrocknung der Suspension unter Erhaftder Kataiysator-Zusammensetzung mit einer durchschnittlichen 
35 TeilchengrOBe von 5 bis 500 um. 

7. Verfahren nach Anspruch 6, in welchem der Metallocen-Katalysator die Formel: 

(C5 R n)y R 'z(C5 R rrO MY (x-y-i) 

40 

aufweist worin M ein Metall aus den Gruppen 1MB bis VIII des Periodensystems ist; (C 5 RJ und (C5RJ unabhangig 
fQr Cyolopentadienyl- oder substrtuierte Cyolopentadienylgruppen, die an M gebunden sind, stehen; jedes R unab- 
hangig Wasserstoff oder einen Kbhlenwasserstoffrest wie beispielsweise Alkyl-, Alkenyl-, Aryl-, Alkylaryl- Oder 
Arylaikylrest, der 1 bis 20 Kohlenstoffatome enthdlt darstellt oder zwei Kohlenstoffatome unter Bildung eines C 4 - 

45 C 6 -Ringes miteinander verbunden sind; jedes R* ein substituierter oder unsubstituierter C 1 -C 4 -Alkylenrest, ein 
DiaJkyl- oder Diarylgermanium- oder -silidum- oder ein Alkyl- oder Arylphosphin- oder Aminrest, der zwei (C 5 Rn)- 
und (CsRmJ-Ringe verbrOckt, ist; jedes Y unabhangig einen Kbhlenwasserstoffrest wie beispielsweise Aryl-, Altyl- 
, Alkenyl-, Alkylaryl- oder Arylaikylrest mit 1 - 20 Kbhlenstoffatomen, einen Hydrocarboxyrest mit 1 - 20 Kbhlenstoff- 
atomen oder Halogen darstellt; n und m jeweils 0, 1, 2, 3 oder 4 bedeuten; z 0 oder 1 ist und z 0 ist wenn y 0 ist; 

so y 0, 1 oder 2 ist; x in Abhangigkeit vom Valenzzustand von M 1 , 2, 3 oder 4 ist; und x - y 2> 1 . 

8. Verfahren nach Anspruch 6, in welchem es sich bei dem Metallocen-Katalysator um ein verbrQcktes Metallocen mit 
der Formel: 

55 



18 



EP0668 295 B1 




handelt worin: 

Q eine verbrOckende VerknQpfungseinheit, ausgewahft aus 
FT 2 CC R M 2 Si<, R M 2 Ge<und -C 2 R>, M. 

worin jede R"-Einhert unabhangig H oder eine Alkylgruppe ist Oder zwei R"-Einheiten unter Bildung eines Ringes 
verknOpft sind; 

jede Einheit R unabhangig eine Alkyl-, Cydoalkyl-, AJkenyl-, Cycloalkenyl-, Phenyl-, Alkyl-substituierte Phenyl- 

Oder eine Phenyl-substrtuierte Alkylgri^pe darstellt Oder zwei benachbarte Qruppen R an einem gegebenen Ring 

unter Bildung eines Ringes verknOpft sind; 

mO, 1, 2, 3 Oder 4 ist; 

no. 1,2, 3 Oder 4 ist; 

M fur ein Ti-. Zr- oder Hf-Atom steht; und 

jedes Y unabhangig H, eine Alkylgruppe oder ein Halogenatom bedeutet 

9. Verfahren nach Anspruch 6, in welchem es sich bei dem Metal locen-Katalysator urn ein Metallocen mit gespannter 
Geometrie handelt, welches ein Metallatom der Gruppen III bis VIII oder der Lanthaniden-Reihe und eine deloka- 
lisierte rc-gebundene Einheit, die mit einer Spannung induzierenden Einheit substituiert ist, umfaBt, wobei der Kom- 
plex eine solche gespannte Geometrie um das Metall herum aufweist, daB der Winkel am Metallatom zwischen 
dem Zentroid der substituierten, delokaiisierten n-gebundenen Einheit und dem Zentrum mindestens eines verblei- 
benden Substituenten Weiner ist als ein derartiger Winkel in einem dhnlichen Komplex, der eine ahnliche rc-gebun- 
dene Einheit die keine derartige Spannung induzierende Einheit aufweist, besitzt, und mit der weiteren MaBgabe, 
daB fQr solche Komplexe, die mehr als eine substituierte, delokalisierte rc-gebundene Einheit umfassen, nur eine 
davon fQr jedes Metallatom des Komplexes eine cyclische, substituierte, delokalisierte *-gebundene Einheit ist. 

10. Verfahren zur Hersteliung von Ethylen-Homopolymeren oder -Ccpolymeren, umfassend die folgenden Stufen: 

Kontakberen von Ethyten und gegebenenfalls einem hOheren alpha-Olef in-Monomer unter Polymerisationsbe- 
dingungen mit einer sprQhgetrockneten Katalysator-Zusammensetzung, die feste Teilchen umfaBt, wobei 
jedes Teilchen umfaBt eine Mischung von: a) einem Metailocen-Katalysator; b) einem Cokatalysator, der den 
Metalfocen-Katalysator aktivieren kann; und c) einem teilchenfdrmigen FOIistoff material mit einer durchschnitt- 
lichen TeilchengrOBe von 0,001 - 0,1 ^m, welches mit dem Metailocen-Katalysator und dem Cokatalysator 
unreaktiv ist, wobei die durchschnittliche TeilchengrOBe der Katalysator-Zusammensetzung 5 bis 500 \im 
betrdgt. 

Revendications 

1 . Composition de catalyseur s6ch6e par pulverisation comprenant des particules sol ides, chaque parti cule compre- 
nant un melange : 

a) d f un catalyseur k base de m§talloc6ne qui comprend un compost organom6tallique contenant un atome de 
metal des Groups I JIB a VIII u de la s6ri~ des lanthanides du Tableau P6riodiqu ; 

b) un cocatalyseur capable d'activer le catalyseur k base de m6tal!ocene ; et 

c) une charge en particules ayant un diametre moyen de particules de 0,001 k 0,1 micrometre, qui est inerte 
vis-a-vis du catalyseur a base de metallocene et du cocatalyseur, le diametre moyen des particules de la com- 
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position de catalyseur ayant une valeur de 5 k 500 micrometres. 

2. Composition de catalyseur suivant la revendication 1 , dans laquelle le catalyseur k base de metallocene repond k 
la formule : 

(CsRnJyR^CsRJMY^.y.^ 

dans laquelle M est un metal des Groupes IIIB k VIII du Tableau Periodique ; (C 5 Rn) et (C 5 RJ representor*, inde- 
pendamment, des groupes cydoperrtadi6nyle ou cydoperrtadienyle substitute lies k M ; chaque R represents, 
independamment, de iliydrogdne ou un radical hydrocarbyle teJ qu'alkyle, alc6nyle, aryle, alkylaryle ou arytalkyle 
contenant 1 k 20 atomes de carbone, ou bien deux atomes de carbone ferment conjointement un noyau en C 4 k 
C 6 ; chaque R* est un radical alkylene en C t k C 4 substitue ou non substitue, un radical dialkyl- ou diarylgermanium 
ou -silicium ou un radical alkyl-ou arylphosphine ou -amine pontant deux noyaux (C 5 R n ) et (C 5 R J ; chaque Y 
represente, independamment un radical hydrocarbyle tel qu'aryle, alkyle, alcenyle, alkylaryle, arylalkyle ayant 1 k 
20 atomes de carbone, un radical hydroxycarboxy ayant 1 k 20 atomes de carbone, ou un halogene ; n et m ont 
chacun la valeur 0, 1, 2, 3 ou4 ;z a la valeur Oou 1, et 2 est egal k 0 lorsque y est egal k 0 ; yala valeur 0, 1 ou 
2 ; x a la valeur 1 , 2, 3 ou 4 selon le degr6 de valence de M ; et la somme x-y est supeneure ou egale k 1 . 

3. Composition de catalyseur suivant la revendication 1, dans laquelle le catalyseur k base de metallocene est un 
metallocene ponte r6pondant k la formule : 




dans laquelle : 

Q est une liaison de pontage choisie entre 
R" 2 GC R w 2 Si<, R" 2 Ge< et -C 2 R V 

oli chaque fragment R n represente, independamment, H ou un groupe alkyle, ou bien deux fragments R" 
s'associent pour former un noyau ; 

chaque fragment R repr§sente independamment un groupe alkyle, cydoalkyle, alcenyle. cycloalc6nyle, 
phenyls, phenyls k substituant alkyle ou alkyle k substituant phenyle, ou bien deux groupes R adjacents sur un 
noyau donne s<associent pour former un noyau ; 

mala valeur 0, 1,2, 3ou4 ; 

nala valeurO, 1,2,3ou4; 

M est un atoms de titane, de Zirconium ou de hafnium ; et 

chaque Y represente, independamment, un atome d*hydrogene. un groupe alkyle ou un atome d'halogene. 

4. Composition de catalyseur suivant la revendication 1, dans laquelle le catalyseur k base de metallocene est un 
metallocene k geometrie contrainte comprenant un atome de metal des Groupes III k VIII ou de la serie des lanth- 
anides et un fragment deiocalise k liaison n substitue avec un fragment induisant une contrainte, ce complexe 
ayant une geometrie contrainte autour de Tatome de metal de nature telle que Tangle au niveau de Patome de metal 
entre le centroTde du fragment deiocalise substitue k liaison n et le centre d au moins un substituant restant soit 
inf erieur k ce m§me angle dans un complexe similaire contenant un fragment similaire k liaison n manquant de ce 
fragment inducteur de contrainte, et sous reserve en outre que pour de tels complexes comprenant plus d'un frag- 
ment deiocalise substitue k liaison n, un seul de ces fragments pour chaque atome de metal du complexe soit un 
fragment cyclique, deiocalise, substitue k liaison jl 
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Composition de catalyseur suivant la revendication 1 , dans laqueile le oo-catalyseur est un methylaluminoxane ou 
un methylaluminoxane modrfie. 

Procede de preparation d'une composition de catalyseur sechee par pulverisation, qui comprend : 

la formation d'une suspension comprenant : a) un catalyseur k base de metallocene comprenant un compose 
organometallique qui contient un atome de metai des Groupes 1MB k VIII ou de la s6rie des lanthanides du 
Tableau P6riodique ; b) un co-catalyseur capable d'activer le catalyseur k base de metallocene ; et c) une 
charge en particules dont les particules ont un diametre moyen de 0.001 k 0,1 micrometre, qui est inerte vis- 
e-vis du catalyseur k base de metallocene et vis-a-vis du co-catalyseur, dans un diluant ; et 
le sechage par pulverisation de la suspension pour obtenir la composition de catalyseur ayant un diametre 
moyen de particules de 5 k 500 micrometres. 

Procede suivant la revendication 6, dans lequel le catalyseur k base de metallocene repond k la formula : 



dans laqueile M est un metal des Groupes 1MB k VIII du Tableau Periodique ; (C 5 Rn) et (C 5 Rn,) represented, inde- 
pendamment, des groupes cyclopentadienyte ou cydoperrtadienyte substrtues Ii6s k M ; chaque R represents, 
independammerit, de i'hydrogene ou un radical hydrocarbyle tel qu'alkyle, alc6nyle, aryle, alkylaryle ou aryialkyte 
contenant 1 k 20 atomes de carbone, ou bien deux atomes de carbone torment conjointement un noyau en C 4 k 
C 6 ; chaque R' est un radical aikyiene en Ct k C 4 substitue ou non substitue, un radical dialkyl- ou diarytgermanium 
ou -silicium ou un radical atkyl-ou arylphosphine ou -amine pontant deux noyaux (C 5 Rn) et (CsRm) ; chaque Y 
represents independamment, un radical hydrocarbyle tel qu'aryle, alkyle, alcenyte, alkylaryle, aryialkyte ayant 1 k 
20 atomes de carbone, un radical hydroxycarboxy ayant 1 k 20 atomes de carbone, ou un halogene ; n et m ont 
chacun la valeur 0, 1 , 2, 3 ou 4 ; z a la valeur 0 ou 1 , et z est egal k 0 lorsque y est egal k 0 ; y a ia valeur 0, 1 ou 
2 ; x a la valeur 1 , 2, 3 ou 4 selon le degre de valence de M ; et la somme x-y est superieure ou egaie k 1 . 

Procede suivant la revendication 6. dans lequel le catalyseur k base de metallocene est un metallocene ponte 
repondant k la formula : 



dans laqueile : 

Q est une liaison de pontage choisie entre 
R" 2 <X R" 2 SiC R M 2 Ge< et -C 2 R'V 

ou chaque fragment R" represente, independamment, H ou un groupe alkyle, ou bien deux fragments R" 
s'associent pour former un noyau ; 

chaque fragment R represente independamment un groupe alkyle, cycloalkyle, alcenyle, cycloalcenyle, 
phenyle, phenyls k substituant alkyle ou alkyle k substituarrt phenyte, ou bien deux groupes R adjacents sur un 
noyau donne s'associent pour former un noyau ; 

mala valeur 0, 1,2, 3ou4 ; 

nala valeur 0, 1, 2, 3 ou 4 ; 

M est un atome de titane, de zirconium ou de hafnium ; et 

chaque Y represente, independamment un atome dliydrogene. un groupe alkyle ou un atome d'halogene. 



(CsRnJyRyCsRJMY^.y.^ 
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9. Proc6d§ suivarrt la revendication 6, dans lequel le catalyseur k base de m6talloc6ne est un metallocene k g§om§- 
trie contrainte comprenant un atom de metal des Qroupes III k VIII ou de la s6rie des lanthanides et un fragment 
deiocalise k liaison n substitu6 avec un fragment induisant une contrainte, ce complexe ayant une g6om§trie con- 
trainte autour de latome de m6tal de nature telle que Tangle au niveau de I'atome de m6tal entre le centroTde du 
fragment d6!ocalis6 substrtu6 k laision * et le centre d'au moins un substituant restant sort inf6rieur k ce mfime 
angle dans un complexe similaire contenant un fragment similaire k liaison n manquant de ce fragment inducteur 
de contrainte, et sous reserve en outre que pour de tels complexes comprenant plus d'un fragment deiocalise subs- 
trtu6 k liaison re, un seul de ces fragments pour chaque atome de metaJ du complexe sort un fragment cyclique. 
d6localis6, substitu6 k liaison ic 

10. Proc6d6 de production d'homopolym6res ou de copolymdres d'6thyl6ne, qui comprend les 6tapes consistant : 

k faire errtrer de rethytene et k trtre facultatif, un monomere alpha-oief inique superieur, en contact dans des 
conditions de polymerisation avec une composition de catalyseur s6ch6e par pulverisation comprenant des 
particules solides, chaque partcule 6tant constitute d'un melange : a) d'un catalyseur k base de m6talloc6ne 
; b) d'un co-catalyseur capable cfactiver le catalyseur k base de m&alloc&ne ; et c) d'une charge en particules 
dont les particules ont un diametre moyen de 0,001 k 0,1 micrometre, qui est inerte vis-e-vis du catalyseur k 
base de metallocene et du co-catalyseur, le diametre moyen des particules de la composition de catalyseur 
ayant une valeur de 5 k 500 micrometres. 
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Figure 1 
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